ABSTRACT 

[0043] A film product and a method of making the same are provided, the fibn product 
comprising a metallocene catalyzed polypropylene and a tenacity of at least about 2.5 g/den is 
provided. The fibn product is capable of being drawn at a draw ratio of fi-om about 5.0:1 to about 
10.0:1. The fibn product is also capable of being processed into a slit tape product. A method of 
weaving a woven product firom the slit tape product is also provided, wherein the woven product 
may have a tenacity within about 10.0 percent of the tenacity of the film product. 
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